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(54) A process for dicing a preform made of an oxide single crystal, and a process for producing 
functional devices 



(57) A process for dicing a preform (1 ) made of an 
oxide single crystal into cut pieces each having a given 
shape, includes the steps of removing molecules of the 
oxide single crystal through dissociation and evapora- 



tion with an optochemical reactton under irradiation of a 
' laser beam (6) upon the preform, thereby forming 
grooves (3,4) on the preform, and then cleaving the pre- 
form along the grooves. 
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Description 

Background of the Invention 

(1 ) Field of the Invention 5 

The present invention relates to a process tor dicing 
a preform made of an oxide single crystal and a process 
for producing functional devices. 

(2) Related Art Statement 

The traveling wave optical modulator in which an 
oxide single crystal such as lithium niobate (LiNbO^), 
lithium tantalate (LiTaOs) or quartz is applied to an op- 
tical waveguide has excellent characteristics, and can 
realize a high speed modulation at a high efficiency. Lith- 
ium niobate and lithium tantalate are excellent materials 
as ferroelectric materials, and have the advantages that 
they possess high electro-optic coefficients, and can 
control tight within a short optical path. Further, research 
have been being developed to form Si-IG elements (sec- 
ond harmonic generation elements) on oxide single 
crystal substrates. 

On the other hand, in addition to such optical devic- 
es, research have been also made to form piezoelectric 
devices such as piezoelectric oscillators from oxide sin- 
gle crystals. 

Both the optical devices and the piezoelectric de- 
vices require that a number of devices be fornned on a 
surface of a wafer, and that the resulting wafer be then 
diced into a number of the devices. 

Heretofore, a cutting method using an outer periph- 
eral cutting type, extremely thin grinding stone has been 
known to dice the oxide single crystal wafers ("Latest 
Cutting Technique Handbook' edited by Latest Cutting 
Technique Handbook Editing Committee, publisher: In- 
dustrial Technteal Service Center Co.. Ltd., pp 70-73). 
According to this method, fine diamond abrasive grains 
and a 20-40 ^m and 20-40 thick resinoid or metal-bond- 
ed grinding stone are used. According to this method, if 
a grinding stone having a small grit size is used, ma- 
chining can be effected at an extremely high precision, 
and the state of cut surfaces is very good. 

However, the following problems exist in dicing the 
oxide single crystal wafers according to this method. 

(1) In order to prevent rise in temperature with fric- 
tbnal heat during cutting, the wafer needs to be cut 
in the state that cooling water Is being splashed onto 
the wafer. Since the devices are contaminated with 
this cooling water, a post washing step is required. 

(2) Unless a considerably high mechanical accura- 
cy is ensured with respect to a feed stage and a 
spindle to move the wafer, chipping or cracking oc- 
curs In cut pieces due to slight movement of the 
grinding stone. Similarly with this, the wafer needs 
to be fixed at a considerably high accuracy. 



(3) Since the grinding stone having a small grit size 
is eariier worn, the grinding stone needs to be so 
adjusted under consideration of change in the 
shape of a cutting surface of the grinding stone that 
the depth of a groove formed may be identical each 
machining. 

(4) In addition to the above problems, a pre-step 
such as surface-coating and steps of peeling the 
surface coating on the wafer and washing the cut 
pieces, even if the cutting speed is highly raised. 
Consequently, a total time required for the dicing 
becomes longer. FurthemrK>re. heating is necessary 
on surface-coating, resin -fixing and drying after the 
washing. Since the oxide single crystal is weak 
against heat impact, whteh requires a very careful 
attentbn to be paid during the heat treatment and 
which may cause uneven characteristics of the re- 
suiting products. 

In order to avoid the above problems, the present 
inventors cut oxide single crystal wafers through cleav- 
age by way of experiments. Ionic crystals such as LIP 
and NaCI can be cleaved and cut along their specific 
crystalline faces by hitting them with a knife edge ("Lat- 
est Cutting Technique Handbook' published by Indus- 
trial Technical Service Center Co., Ltd., pp 258-259). 
Further, a GaAs single crystal substrate and an InP sin- 
gle crystal substrate for semiconductor laser can be also 
cut by cleavage, and resonator mirrors can simultane- 
ously produced. Since the cleaved surface of the crystal 
having good cleavage property is flat and smooth as 
viewed from the atomic level, it needs not be optical pol- 
ished. 

However, the oxide single crystal is unlikely to be 
cleaved, so that it cannot be practically used. 

With respect to the silicon wafer, a inscribe groove 
is formed on the silicon wafer by using a diamond cutter, 
and the wafer is cleaved along this inscribe groove. 
Such a method is used for glass, too. 

However, it is more difficult to machine the oxkJe 
single crystals, for example as compared with silicon, 
and even if an inscribe line is formed, for cleavage, on 
the surface of an oxide single crystal wafer and then the 
water is hit, the wafer is likely to be cracked in every 
direction rather than in a given direction from the in- 
scribe groove. Consequently, the cut surface has many 
uneven portions. In addition, since the oxide single crys- 
tal is generally so hard that it may be difficult to form an 
inscribe line thereon, this method renders the wafer dif- 
ficult to be cut, which increases the occurring rate of un- 
acceptable products and decreases the yield of the de- 
vices. 

Summary of the Invention 

It is an object of the present invention to provide a 
new dry process for dicing a preform made of an oxide 
single crystal as well as a process for producing func- 
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tional devices based on a new technique. 

The present invention relates to a process for dicing 
a preform made of an oxide single crystal into cut pieces 
each having a given shape, said process comprising the 
steps of removing molecules of the oxide single crystal s 
through dissociation and evaporation with an optochem- 
ical reaction under irradiation of a laser beam upon tlie 
preform, thereby forming a groove on the preform, and 
then cleaving the preform along the groove. 

The present invention also relates to a process for 
producing functional devices provided on cut pieces 
each made of art oxide single crystal and having a given 
shape, said process comprising the steps of forming the 
functional devices on a wafer at positions corresponding 
to locations of the cut pieces, removing molecules of the 
oxide single crystal through dissociation and evapora- 
tion with an optochemical reaction under irradiation of a 
laser beam upon the wafer, thereby forming such 
grooves on the preform as to surround the respective 
functional devices, and then cleaving the wafer along 
the grooves. 

The present inventors discovered that if the groove 
is formed on the preform by removing molecules of the 
oxide single crystal through dissociation and evapora- 
tion with an optochemical reaction under irradiation of a 
laser beam upon the preform from the standpoint of dic- 
ing preforms such as various kinds of oxide single crys- 
tals such as waters made of lithium niobate single crys- 
tal, the preform Is easily cleaved along the groove with 
a good cleaved surface shape and a small rate of reject- 
ed products. The inventors reached the present inven- 
tion based on this discovery. 

Functional devices such as optical devices includ- 
ing traveling wave optical modulators or second har- 
monic generation elements or piezoelectric devices are 
formed on a preform such as a wafer, particularly made 
of an oxide single crystal, each device can be extremely 
easily produced at a high yield by the above dicing proc- 
ess in a dry state. 

These and other objects, features and advantages 
of the invention will be appreciated upon the reading of 
the following description of the invention when taken in 
conjunction with the attached drawings, with the under- 
standing that some modifications, variations and chang- 
es of the invention will be easily effected by the skilled 
person in the art to which the invention pertains. 

Brief Description of the drawings 

For a better understanding of the invention, refer- 
ence is made to the attached drawings, wherein: 

Figs. 1(a) and 1(b) are a perspective view for illus- 
trating a step in which an adhesive tape 2 is being 
attached to a rear surface 1 b of a wafer 1 , and a 
perspective view for illustrating a step in which 
grooves 3 and 4 are being formed on a front surface 
la of the wafer 1 by irradiating a laser beam 6 upon 



it. respectively: 

Fig. 2 is a perspective view of a wafer in which a 
resist film 7 is formed on the front surface la of the 
wafer 1 having the grooves 3 and 4 thereon; and 
Fig. 3 is a perspective view for schematically illus- 
trating a step in which the wafer in Fig. 2 is being 
cleaved. 

Detailed Descriptfon of the Invention 

The process for forming grooves by removing mol- 
ecules of the oxde single crystal through dissociation - 
and evaporation with an optochemical reaction under ir- 
radiation of a laser beam upon the preform wilt be ex- 
plained. 

The present inventors noted the so-called abiatk>n 
technique utilized in finely working polymeric materials. 
Heretofore, completely no attempt has been made to 
apply the laser ablation technique to the formation of 
grooves for cleavage. 

The laser ablation is a technique to remove mole- 
cules of a material to be worked, through dissociatk>n 
and evaporation under irradiation of a laser beam upon 
the material, the laser beam having a wavelength equiv- 
alent to a bond energy between the molecule constitut- 
ing the material This is not a thermal processing, so that 
only a portion of the material upon the laser beam is ir- 
radiated can be worked, while no adverse effect is 
spread over the surrounding area. Thus, working can 
be effected at a high precision by this laser ablation. 

If this laser ablation technique is applied to anoxkje 
single crystal, for example a single crystal of lithium nio- 
bate having a bond energy of 8 to 9 eV, the oxide single 
crystal must be able to be simply ablated with a laser 
beam having an energy higher than the bond energy 
However, since the energy of 8 eV is converted to about 
1 50 nm, this is not practical in that the laser beam having 
a wavelength of not tonger than 150 nm Is extremely 
special. 

The present inventors discovered that a preform 
can be cut by multiphoton absorption through condens- 
ing a laser beam having a wavelength near that an ab- 
sorption edge of an oxide single crystal upon the surface 
of the preform at a high density rather than by the simple 
laser ablation. At this time, since the preform of the oxide 
single crystal is slightly thermally affected in cutting the 
preform, this process called a quasi-thermal working. 

More specifically, it is preferably to set a difference 
in wavelength between the absorption edge of the oxkJe 
single crystal constituting the preform and the laser 
beam at not more than 100 nm, desirably at not more 
than 50 nm. 

By using the above process, grooves can be formed 
on preforms made of lithium niobate, lithium tantalate, 
lithium niobate-lithium tantalate solid solution, 
K3U2Nb50i5,La3Ga5SI0^4 or aluminum oxide by work- 
ing with laser beam having a wavelength of 200-300 nm. 

The depth of each of the grooves formed on the pre- 
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form is preferably not less than 0.1 mm. 

For example, fourth harmonic waves such as Exci- 
mer laser and Nd-YAG laser may be preferably used as 
the laser beam for working the preform. 

The Excimer laser is a oscillating laser in which U V 
pulses are repeated, and is formed by extracting ultra- 
violet rays generated from a gaseous compound such 
as ArF (wavelength: 1 93 nm), KrF (wavelength: 248 nm) 
or XeCI (wavelength: 308 nm) in the state that the ori- 
entation of the beam is aligned by an optical resonator 

It is reported that the ablation working using Exci- 
mer laser is used for boring a polyimide materiar or the 
like for fine working, and that Excimer ablation can form 
fine holes having fine holes each having a good shape. 
As a literature regarding an applied technology of the 
Excimer laser, a special theme "Excimer laser that has 
come to a practically applicable age' in "O plus E". pp. 
64-108, Nov. 1995 may be recited. 

On the other hand, the inventors tried to form 
grooves on a preform made of an oxide single crystal 
by thermally melting the preform through irradiating a 
laser beam having a relatively long wavelength, for ex- 
ample, CO2 laser beam (10.6 ^m) upon the preform. In 
this case, the preform locally undergoes is rapid heating 
and cooling at a portion of the preform upon which the 
laser beam is irradiated. However, the oxide single crys- 
tals, particularly oxide piezoelectric oxide single crystals 
such as lithium niobate and lithium tantalate are very 
weak against heat impact. For, if temperature rapidly 
changes inside the piezoelectric single crystal, current 
collecting rapidly occurs at a place around a portion of 
the single crystal where the temperature changes, with 
the result that the single crystal is inevitably cracked 
there. For example, if CO2 laser beam is irradiated upon 
the prefonm, a number of cracks occur in the preform 
beyond control, seemingly based on the current collect- 
ing. This rhakes' it difficult to form grooves fit for cleavage 
of the prefomri. 

A so-called batch-exposure type irradiator and a so- 
called multiple reflection type irradiator are known as the 
laser beam irradiator. The multiple reflection type irradi- 
ator is characterized in that a light-utilizing percentage 
is high even if its numerical aperture is small. In the 
present invention, it is more preferable to use the mul- 
tiple reflection type irradiator 

So-called spot scanning, batch-transferring and slit 
scanning may be recited as a scanning process for 
working the oxide single crystal with the laser beam. 

Figs. 1 to Fig. 3 illustrate one embodiment for car- 
rying out the invention process, in a perspective view of 
Fig. 1 , functional devices not shown are formed on a 
front surface la of a wafer 1 made of an oxide single 
crystal. The functional device means a device that uti- 
lizes a peculiar function of the oxide single crystal. More 
particularly, the functional devices may be applied as 
various optical devices such as the piezoelectric oscil- 
lator, the SAWfilter. the optical waveguide substrate and 
the second harmonic generating element. 



As shown by an arrow A, an adhesive tape 2 Is ad- 
hered to a rear surface lb of the wafer 1 , and the wafer 
1 is fixed on a working stage. Then, as shown in Fig. 1 
(b) by an arrow 6, a laser beam is irradiated upon the 

5 front surface la of the wafer 1, thereby forming the 
above-mentioned grooves. This adhesive tape is to pre- 
vent cut pieces from being scattered after the preform 
is cleaved, and the cut pieces are peeled off from the 
adhesive tape after the completion of the cleavage step. 

10 In the present embodiment, the functional devices 
not shown are formed on the front surface la of the wafer 

• . ' 1 in a grid pattern. Thus, the laser beam 6 is irradiated 
and scanned over the surfaces la of the wafer 1 length- 
wise and crosswise, thereby forming the grooves 3 and 
4 In a grid pattern. The grooves 3 lie at right angles to 
the grooves 4. and given functional devices not shown 
are formed within respective squares 5 defined by the 
grooves 3, 4. 

Next, as shown in Fig. 2. a resist film is formed on 

20 the front surface la of the wafer 1 by coating it with a 
resist film 7. Then, as shown in Fig. 3; the wafer 1 is 
cleaved. 

More specifically, the wafer 1 is placed on a fixing 
face 11a of a fixing stage 11 in such a state that the front 

2S surface la of the wafer 1 is di rected upwardly. A pressing 
surface 10a of thefixing jig 1 0 is contacted with the resist 
film 7 on the wafer 1. At that time, the location of the 
groove 4 along which the wafer 1 is to be cleaved is 
aligned with an edge of an end face lib of the fixing table 

30 11, whereas an edge of an end face of the fixing jig 10 
is aligned with this groove 4. Pressure is applied to the 
fixing jig 1 0 as shown by an arrow B so that the wafer 1 
may not be moved. Then, a load is applied upon a por- 
tion of the wafer 1 projecting outwardly beyond the 

35 groove 4 as shown by an arrow C. 

As a result, the wafer 1 is cleaved along the groove 
4, and divided into a cut pieces 8 and 9. Reference nu- 
merals 12 and 13 denote cleaved surfaces of the cut 
pieces, respectively. 

40 

(Examples and ConDparative Examples) 

In the following, more specific experimental results 
will be explained. 

45 

(Example 1 ) 

An X-cut wafer having a diameter of 3 Inches and a 
thickness of 0.5 mm (LiNbOa single crystal) was pre- 

so pared. Mach-Zehnder type optical waveguides and con- 
trol electrodes were formed on a frorit surface la of the 
wafer 1 by a titanium diffusion process or a photolithog- 
raphy process, respectively. Thereby, sixteen travelling 
optical modulators were fonmed on the wafer 1 . After an 

55 adhesive film 2 was bonded to a rear surface lb of the 
wafer, the resulting wafer 1 was mechanically fixed di- 
rectly to the working stage. 

Grooves 3 and 4 were formed on the wafer in the 
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spot scanning system with exposure to a fourth harmon- 
ic waves (wavelength: 266 nm) of a pulsed Nd-YAG la- 
ser. The scanning speed of the laser beam was set at 
0.5 mm/sec. and the pulse- repeating frequency and the 
pulse width were 2 kHz and 45 nsec, respectively so 
that the output of the laser beam at the surface of the 
wafer 1 might be 300 mW. The grooves 3 and 4 each 
having a depth of 100 iim and a width of 40 fim were 
formed by this working. 

A resist film 7 was coated onto the front surface la 
of the wafer 1 , and as shown in Fig. 3, the resulting wafer 
1 was fixed onto the fixing stage 1 1 . Then, the wafer was 
cleaved by applying a force with hand as shown by an 
arrow C. By repeating this cleaving operation, 16 cut 
pieces were obtained. Then, each of the sixteen cut 
pieces was peeled from the adhesive film 2. 

(Example 2) 

An 2-cut wafer having a diameter of 3 inches and a 
thickness of 0.5 mm (LiTaOa single crystal) was pre- 
pared. The surface la of the wafer 1 was fonmed with 
300 optical waveguides for second harmonic generation 
elements (SHG elements) by the photolithography proc- 
ess. After an adhesive film 2 was bonded to a rear sur- 
face lb of the wafer, the resulting wafer 1 was mechan- 
ically fixed directly to the working stage. 

Grooves 3 and 4 were formed on the wafer in the 
spot scanning system with exposure to an ArF Excimer 
laser (wavelength: 193 nm). The scanning speed of the 
laser beam was set at 0.3 mrri/sec. and the pulse-re- 
peating frequency and the pulse width were 2.5 kHz and 
30 nsec, respectively, so that the output of the laser 
beam at the surface of the wafer 1 might be 200 mW. - 
The grooves 3 and 4 each having a depth of 80 \xm and 
a width of 40|im were formed by this working. 

A resist film 7 was coated onto the front surface la \ 
of the wafer 1 . and as shown in Fig. 3, the resulting wafer 
1 was fixed onto the fixing stage 11 . Then, the wafer was 
cleaved by applying a force with hand as shown by an 
arrow C. By repeating this cleaving operaton, 300 cut 
pieces were obtained. Then, each f the 300 cut pieces 
was peeled from the adhesive film 2. 

(Comparative Example 1) 

An Z-cut wafer having a diameter of 3 inches and a 
thickness of 0.5 mm (LiTaOs single crystal) was pre- 
pared. The surface la of the wafer 1 was formed with 
300 optical waveguides for second harmonic generation 
elements (SHG elements) by the photolithography proc- 
ess. 

After the front surface la of the wafer 1 was coated 
with a photoresist, an adhesive film 2 was bonded to a 
rear surface 1b of the wafer, and the resulting wafer 1 
was mechanically fixed directly to the working stage with 
a vacuum chuck. 

The wafer 1 was cut with a grinding stone nnade of 



#400 diamond grinding grains, a resinold or a metal 
bond having a thickness of 0.3 mm by using a #400 grit 
size diamond blade having a thickness of 0.3 mm at a 
rotating speed of 20000 rpm and a feed speed of 100 
5 mm/min of the blade. During the cutting step, cooling 
water needed to be continuously splashed over the wa- 
fer 1. 

The cut pieces each having the second harmonic 
generation element were peeled off from the adhesive 

10 film one by one. Then, the photoresist on the surface of 
each of the cut pieces was dissolved off with acetone. 
Thereafter; the cut pieces needed to be subjected to I PA 
ultrasonic washing, pure water washing and drying with 
nitrogen gas flown over the cut pieces. Finally. 21 8 sec- 

is ond harmonic generation elements were obtained. 

(Comparative Example 2) 

An X-cut water having a diameter of 3 inches and a 

20 thickness of 0.5 mm (LiNbOa single crystal) was pre- 
pared. Mach-Zehnder type optical waveguides and con- 
trol electrodes were formed on a front surface la of the 
wafer 1 by the titanium diffusion process or the photoli- 
thography process, respectively. Thereby, 16 travelling 

25 optical modulators were formed on the wafer 1 . After an 
adhesive film 2 was bonded to a rear surface lb of the 
water, the resulting wafer 1 was mechanically fixed di- 
rectly to the working stage. 

Cleaving grooves were attempted to be formed on 

30 the wafer 1 with exposure to pulsed CO2 laser (wave- 
length: 10600 nm). The scanning speed of the laser 
beam was set at 0.5 mnn/sec. and the pulse-repeating 
frequency and the pulse width were 2 kHz and 45 nsec., 
respectively so that the output of the laser beam at the 

35 surface of the wafer 1 might be 300 W. The grooves 
each having. a depth of 200 ^im and. a width of 300 pm 
were formed by this working. 

However, innumerable fine cracks were formed in 
the wafer. In addition, since the control electrodes 

40 formed on the wafer were broken by heat resulting from 
the irradiation with the laser, perfect Mach-Zender type 
optical modulators couki not be obtained. 

(Example 3) 

45 

A single crystal film of aluminum nitride was epitax- 
ial ly grown on an R-cut wafer made of a-Al203 single 
crystal having a thickness of 0.4 mm by MOCVD proc- 
ess. A surface of the wafer was polished, and a film of 
so aluminum was formed on the surface in a thickness of 
50 nm, and a comb-shaped electrode was formed ther- 
eon by photolithography process. Thereby, 982 RF- 
SAW filter elements were formed. 

A resist film was coated on the surface la of this wa- 
55 fer 1. and an adhesive film 2 was bonded to the rear 
surface lb of the wafer 1 , and the resulting wafer was 
mechanically fixed to the working stage. 

Grooves were formed on the wafer through expo- 
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sure by the spot scanning system using fourth harmonic 
waves (wavelength: 266 nm) of a Q switch pulse Nd- 
YAG laser More specifically, a spot size of the beam on 
the surface of the wafer was 20 in diameter, and the 
scanning speed on the working stage was set at 0.5 mm/ 
sec. and the pulse-repeating frequency and the pulse 
width were set at 3 kHz and 45 nsec, respectively so 
that the output of the laser beam might be 350 mW. By 
this working, the grooves each having a depth of 200 
|im and a width of 20 jim were formed. 

The wafer was fixed on the cleaving stage, and 
cleaved by using an appropriate jig. By repeating this 
cleavage, 965 cut pieces were obtained. From the ad* 
hesive film were peeled off 965 cut pieces, and the resist 
film was dissolved off from the surface of each of the cut 
piece by washing it with acetone. 

(Comparative Example 3) 

A single crystal film of aluminum nitride was epitax- 
ially grown on an R-cut wafer made of a-Al203 single 
crystal having a thickness of 0.45 mm by MOCVD proc- 
ess. A surface of the wafer was polished^ and a film of 
aluminum was formed on the surface in a thickness of 
50 nm, and a comb-shaped electrode was formed ther- 
eon by photolithography process. Thereby, 982 RF- 
SAW filter elements were formed. 

A resist film was coated on the surface 1a of this 
wafer 1 . and an adhesive film 2 was bonded to the rear 
surface 1 b of the wafer 1 , and the resulting wafer was 
mechanically fixed to the working stage with the vacuum 
chuck. 

The RF-SAW filter elements were cut out by cutting 
the wafer in this state. More specifically, a #400 grit size 
diamond blade having a thickness of 0.2 mm was used. 
The rotating speed and the feed speed of the blade were 
set at 30,000 rpm and 4 mm/sec. respectively. A groove 
having a depth of afc>out 0.25 mm was formed on the 
wafer by once feeding the blade, and the remainder was 
cut off by secondarily feeding the blade. During cutting, 
cooling water needed to be continuously splashed over 
the water 1 . By this cutting. 836 cut pieces were ob- 
tained. From the adhesive film were peeled off 836 cut 
pieces one by one. Then, the surface of each of the cut 
pieces was washed with acetone, thereby dissolving off 
the resist film on the surface of each of the cut pieces. 

(Example 4) 

A film of a GaN-based single crystal was epitaxially 
grown on an 2-cut 2-inch wafer made of a-A!203 single 
crystal having a thickness of 0.3 mm by MOCVD proc- 
ess, and a film of an electrode pattern was formed on 
the surface of the resulting wafer by photolithography 
process. Thereby. 3,658 light-emitting diodes were 
formed on the surface of the wafer. An adhesive film was 
bonded to the surface of the wafer, and the resulting wa- 
fer was mechanically fixed to the working stage. 



10 t-r '^'i'- 

Grooves were formed on the rear surface of the wa- 
fer through exposure by the spot scanning system using 
fourth harmonic waves (wavelength: 266 nm) of a Q 
switch pulse Nd-YAG laser. More specifically, a spot size 
s of the beam on the rear surface of the wafer was 20 ^m 
in diameter, and the scanning speed on the working 
stage was set at 1 .0 mm/sec. and the pulse-repeating 
frequency and the pulse width were set at 3 kHz and 45 
nsec, respectively so that the output of the laser beam 
10 might be 350 mW. By this working, the grooves each 
having a depth of 100 ^m and a width of 20 |^ were 
formed. - ' t - ... 

The wafer was fixed on the cleaving stage, and 
cleaved by an appropriate jig. By repeating this cleav- 
is age, 3.262 cut pieces were obtained. From the adhesive 
film were peeled off 3.262 cut pieces. 

(Comparative Example 4) 

A film of a GaN-based single crystal was epitaxially 
grown on an Z-cut 2-inch wafer made of a-Al203 single 
crystal having a thickness of 0.3 mm by MOCVD proc- 
ess, and a film of an electrode pattern was formed on 
the surface of the resulting wafer by photolithography 
process. Thereby, 3,658 light-emitting diodes were 
formed on the surface of the wafer. The resulting wafer 
was mechanically fixed to the working stage. 

Grooves were formed on the front and rear surfaces 
of the wafer by scratching them with a diamond point 
cutter at a speed of 50 mm/sec. in the state that the cut- 
ter was pressed upon the wafer under a load of 50 gf . 
Each groove had a width of 50 pm and a depth of 2 ^um. 
The wafer was fixed on the cleaving stage, and cleaved 
by an appropriate jig. By repeating this cleavage. 1 ,460 
cut pieces were obtained. 

: As mentioned above, the present invention can pro- 
vide a new dry process for dicing. preforms made of ox- 
ide single crystals. Thereby, the preform can be diced 
at a high yiekl in a short working time at a low working 
cost. 



Claims 

4S 1 . A process for dicing a preform made of an oxide 
single crystal into one or more cut pieces each hav- 
ing a given shape, said process comprising the 
steps of removing molecules of the oxkje single 
crystal through dissoctatbn and evaporation with 

so an optochemtcal reaction under irradiation of a laser 
beam upon the preform, thereby fonming grooves 
on the preform, and then cleaving the preform along 
the groove. 

55 2. The process set forth in Claim 1 , wherein the pre- 
form is a wafer. 

3. The process set forth in Claim 1 or 2. wherein func- 
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tional devices are formed on the wafer on locations 
corresponding to the cut pieces, and the cut pieces 
provided with the functional devices, respectively, 
are obtained by cleaving the wafer. 

4. The process set forth in any one of Clainrjs 1 to 3, 
wherein the oxide single crystal is selected f ronn the 
group consisting of a lithium niobate single crystal, 
a lithium tantalate single crystal, a single crystal of 
lithium niobate-lithium tantalate solid solution, a 
KgLiaNbsOis and an 13333581014 single crystal. 

5. The process set forth in any one of Ctelms 1 to 3, 
wherein the oxide single crystal is an aluminum ox- 
ide single crystal. 

6. The process set forth in any one of Claims 1 to 5, 
wherein the laser beam has a wavelength near that 
of an absorption edge of the oxide single crystal. 

7. The process set forth in Claim 6, wherein a differ- 
ence in wavelength between the absorption edge 
of the oxide single crystal and the laser beam is not 
more than 1 00 nm. 

8. The process set forth in any one of Claims 1 to 7, 
wherein the laser beam is a laser beam selected 
from the group consisting of an Excimer laser and 
a fourth harmonic waves of an Nd-YAG laser. 

9. The process set forth in any one of Claims 1 to 8, 
wherein the laser beam is scanned over the preform 
by spot scanning, batch transferring or slit scan- 
ning. 

10. The process 6et forth in any one of Claims 1 to 9, 
wherein an adhesive film is adhered to a rear face 
of the preform, the grooves are formed on a front 
face of the preform, and the cut pieces are peeled 
off from the adhesive film after the cleavage. 



filters, optical waveguide substrates and second 
harmonic generation elements. 
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11. A process for producing one or more functional de- 
vices provided on one or more cut pieces each 
made of an oxide single crystal and having a given 
shape, said process comprising the steps of form- ^ 
ing the functional device(s) on a wafer at positions 
corresponding to locations of the cut piece(^>> re- 
moving molecules of the oxide single crystal 
through dissociation and evaporation with an opto- 
chemical reaction under irradiation of a laser beam so 
upon the wafer, thereby forming such grooves in the 
wafer as to surround the respective functional de- 
vice (s), and then cleaving the wafer along the 
grooves. 

55 

12. The process set forth in Claim 11 , wherein the func- 
tional devices are optical devices selected from the 
group consisting of piezoelectric oscillators, SAW 



EP0 863 231 A1 



FIG. la 



la 

7^ 



lb 



FIG. lb 



3 4 5 



Ja 



ZZ 



8 



EP 0 863 231 A1 



FIG. 2 




9 



EP 0 863 231 A1 




10 



EP 0 863 231 A1 



European Patent 
Office 



EUROPEAN SEARCH REPORT 



Applicfriion Number 

EP 98 30 1507 



DOCUMENTS CONSIDERED TO BE RELEVANT 



Category 



Citation of document with indication, where appropriate, 
of retevant passages 



Relevant 
to claim 



CLASSIFICATION OF THE 
APPLICATION (lnt.CI.S) 



DO 249 797 A (VEB ELEKTRONISCHE 
6AUELEMENTE) 16 September 1987 

* the whole document * 

PATENT ABSTRACTS OF JAPAN 

vol. 007, no. 129 (E-179), 4 June 1983 

& JP 58 044739 A (TOKYO SHIBAURA DENKI 

KK), 15 March 1983, 

« abstract 

R.LEFEVRE ET AL.: "Laser processed 
miniature L1Ta03 resonators and monolithic 
filters with their Integrated holder" , 
INTERNATIONAL CONFERENCE ON FREQUENCY 
CONTROL AND SYNTHESIS . GUILDFORD, SURREY, 
UK, 8-10 APRIL 1987, PAGES 37-43 
XP002067147 

* the whole document * 

EP 0 624 423 A {GEN ELECTRIC) 17 November 
1994 

* claim 8; example 1 * 

US 3 112 850 A (UNITED AIRCRAFT CORP,) 3 
December 1963 

* column 2, line 46; claim 1 * 

PATENT ABSTRACTS OF JAPAN 
vol, 007, no. 118 (C-167), 21 May 1983 
& JP 58 036939 A (TOKYO SHIBAURA DENKI 
KK), 4 March 1983, 

* abstract * 

DE 28 26 110 A (HITACHI LTD) 21 December 
1978 

* claim 1 * 



1-4.6-9, 
11.12 



1,5-9 



1-4,6-9 
11.12 



C30B33/00 
B28D5/00 



1.11 



1,11 



TECHNICAL RELDS 
SEARCHED ClnLa.e) 



C30B 
B28D 



10 



The present search report has been drawn up for all claims 



THE HAGUE 



Data ot compMon at tfw Miieh 

5 June 1998 



Flink, E 



CATEGORY OF CITED DOCUMENTS 

X : pankrutarty r»l»vant It tatcan alono 

Y : particularly retevant K comt>ined with another 

docunnetTt of th» soma category 
A : teohnologloal background 

Or 
P: 



T : theoiy or princf}le undmhfing the invention 
e : earner patent document, but pOiilsned oa or 

aner the tSing date 
D : document cited in the applicaiion 
L : doeument cited for other reeeona 



& ; moniber ot the eame patent famfly. eorresporiding 
document 



11 



